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Amendments to the Claims: 

1. (Currently Amended) A polymeric composition based on PVA, substantively 
composed of 

a) from 50 to 99.9% by weight of polyvinyl alcohol with an average MW of from 
5 000 to 25 000 and with a degree of hydrolysis of from 79 to 99.9 mol%, 
whoro tho polyvinyl a l coho l may contain carboxy groups or po l yg l yco l un i ts i n 
tho mo l ocu l o, and 

b) from 0.1 to 50% by weigh t, pref e rab l y from 0.1 to 15% by w ei ght, and 
part i cu l ar l y proforab l y from 0.1 to 10% by weight, of one or more 
polysaccharides of the formula 
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where 

R 1f R 2 , R 3 are H, CH 2 OH, COOMe, COOMe, COOR 4 , CONHRe, or CH 2 OS0 3 Me, 
and Me is Na, K, NH 4 , Mg, or Ca, 

n is a number from 20 to 20 000, pr e ferably from 100 to 10 000, i n part i cular from 
1 000 to 0 000 , 

R 4 is C r C 4 -alkyl, proforably mothyl, 

Rs is OH, NHCOCH3, H or OCOCH 3 and 

Re is H, COCH3, or C^C ^ proforab l y mothy l. 
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2. (Currently Amended) The polymeric composition as claimed in claim 1, wh i ch 
also compr i soo comprising from 0 to 5% by weight of antifoam. 

3. (Currently Amended) The polymeric composition as claimed in claim 1 , which 
also compr i s e s comprising from 0 to 10% by weight of a surface-active compound. 

4. (Currently Amended) The polymeric composition as claimed in claim 1 , wh i ch 
compr i s e s comprising from 0 to 10% by weight of hydrophobicizing oils. 

5. (Currently Amended) The polymeric composition as claimed in claim 1, which 
compris e s comprising from 0 to 3% by weight of modifiers or antiflow additives. 

6. (Currently Amended) The polymeric composition as claimed in claim 1 , wh i ch 
compris e s comprising from 0 to 30% by weight of plasticizer. 

7. (Currently Amended) Th e us e of th e A water insoluble capsule or film comprising 
a_ polymeric composition as claimed in claim 1 for producing wat e r -i nso l ubl e 
capsu le s or films . 

8. (New) The polymeric composition as claimed in claim 1 , wherein the polyvinyl 
alcohol contains carboxy groups or polyglycol units in the molecule. 

9. (New) The polymeric composition as claimed in claim 1 , wherein the one or more 
polysaccharides are present from 0.1 to 15% by weight. 

10. (New) The polymeric composition as claimed in claim 1, wherein the one or 
more polysaccharides are present from 0.1 to 10% by weight. 

11. (New) The polymeric composition as claimed in claim 1, wherein n is a number 
from 100 to 10,000. 
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12. (New) The polymeric composition as claimed in claim 1, wherein n is a number 
from 100 to 9,000. 

13. (New) The polymeric composition as claimed in claim 1, wherein R 4 is methyl. 

14. (New) The polymeric composition as claimed in claim 1, wherein is methyl. 

15. (New) A polymeric composition based on PVA comprising: 

a) from 50 to 99.9% by weight of polyvinyl alcohol with an average MW of from 
5 000 to 25 000 and with a degree of hydrolysis of from 79 to 99.9 mol%, and 

b) from 0.1 to 50% by weight of one or more polysaccharides of the formula 
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where 

R 1f R 2 , R 3 are H, CH 2 OH, COOMe, COOMe, COOR 4 , CONHRe, or CH 2 OS0 3 Me, 
and Me is Na, K, NH 4 , Mg, or Ca, 
n is a number from 20 to 20 000, 
R 4 is C r C 4 -alkyl, 

R 5 is OH, NHCOCH3, H or OCOCH 3 and 
Re is H, COCH3, or C r C 4 . 



16. (New) A water insoluble capsule or film comprising a 
claimed in claim 15. 
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polymeric composition as 



